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less marked, takes place during the passage through rollers upon which a
stream of water is kept running, as in the washing or creping of rubber,* on
the plantation or in the factory.
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FIG. 1.
The effect of milling is illustrated in Fig. 1, and it will be noticed that
the viscosity reduction is very pronounced in the early stages of the process.
If the milling has not been too prolonged the solution viscosity tends to
increase on storing the rubber, f although such increase is rarely of great
magnitude; the regain is favoured by keeping in a comparatively warm place.
* Van Heurn, Delft Comm., 4, 113.'                            t End-, 4, 118.